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(54) Tide: SUBSTRATE COVERED WTTH AN INTERMEDIATE COATING AND A HARD CARBON COATING 



1^ (57) Abstract: The invention relates to a substrate covered at least partially with a layered coating. The layered coating comprises 
an intermediate coating and a hard carbon coating. The intermediate coating comprises a flrst metal layer deposited on the substrate, 
the first metal layer comprising at least one element of group IVB, group VB or group VIB; a nitride layer deposited on the first 
metal layer, the nitride layer comprising at least one nitride of an element of group IVB. group VB or group VIB; a second metal 

^\ layer deposited on the nitride layer, the second metal layer comprising at least one element of group IVB, group VB or group VIB; a 
transition layer deposited on the second metal layer, the transition layer comprising at least one carbide of an element of group IVB, 
group VB or group VIB. 
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Substrate covered with an Intermediate coating and a hard carbon 
coating 

Field of the Invention, 

5 The invention relates to a substrate covered at least partially with an 

intermediate coating and a hard carbon coating. 

Background of the invention. 

Hard carbon coatings such as diamond-like carbon (DLC) coatings are 
10 attractive coatings for example because of their high hardnlsss and low 

coefficient of friction, their chemical inertness and their biocompattbility. 
One of the main problems of DLC coatings is the poor adhesion to a 
substrate. 

It has been found that the application of one or more intermediate layers 
IS between the DLC coating and the substrate can promote the adhesion 

strength. A variety of interlayers have been tested, such as an interlayer 
ofTi, TiNor TiC. 

FR 2 596 775 describes the use of a TiN-TiCN intermediate layer. 
However, adhesion of DLC coatings to the substrate is still an issue. 



20 



Summary of the invention. 

It is an object of the invention to provide a coating having an improved 
adhesion to a substrate. 



25 According to a first aspect of the present invention a substrate covered 

at least partially with a layered coating is provided. 

The layered coating comprises an intermediate coating and a hard 
carbon coating. The intermediate coating comprises : 

a first metal layer deposited on the substrate, the first metal layer 
30 comprising at least one element of group IVB, group VB or group 

VIB; 

a nitride layer deposited on the first metal layer, the nitride layer 
comprising at least one nitride of an element of group IVB, group 
VB or group VIB; 
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a second metal layer deposited on the nitride layer, the second 
metal layer comprising at least one element of group IVB, group 
VB or group VIB; 

a transition layer deposited on the second metal layer, the 
5 transition layer comprising at least one carbide of an element of 

group IVB, group VB or group VIB. 

The first and the second metal layers are adhesion promoting layers : 

The first metal layer, i.e. the layer situated between the substrate 
10 and the nitride layer, is promoting the adhesion of the nitride to the 

substrate. 

The second metal layer, i.e. the layer situated between the nitride 
and the carbide layer, is promoting the adhesion of the carbide layer 
to the nitride layer. 

15 

The hard carbon coating may comprise any carbon-based coating 
known in the art. 

Preferably, the hard carbon coating comprises a diamond-like coating. 
Diamond-like coatings are amorphous carbon based coatings with a 
20 high hardness and a low coefficient of friction. Their unique composition 

and structure result in excellent wear resistance and non-sticking 
characteristics. 

Diamond-like coatings comprise for example diamond-like carbon (DLC) 
25 coatings and diamond-like nanocomposite (DLN) coatings or layered 

structures of diamond-like carbon (DLC) and diamond-like 
nanocomposKe (DLN) coatings. 

Diamond-like carbon coatings comprise amorphous hydrogenated 
carbon coatings (a-C:H); whereas diamond-like nanocomposite coatings 
30 comprise interpenetrating networks of a-C:H and a-Si:0. A 

representative DLN coating comprises 30 to 70 at% of C, 20 to 40 at% 
of H, 5 to 15 at% of Si and 5 to 15 at% of O. 
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DLN coating exhibits a very low coefficient of friction, even In high 
humidity or wet environment. 



The hard carbon coating such as the diamond-like coating may be 
deposited by any technique known In the art. A preferred technique 
comprises chemical vapor deposition (CVD), such as plasma assisted 
chemical vapor deposition (PACVD), 



To Influence its conductivity, the hard carbon coating such as the DLC or 
10 DLN coating can further be doped with a transition metal. In particular 

W, Zr, Tl, Nb and Ta are well suited as doping elements. 

The DLC or DLN coating can further contain an Inert gas such as Ne, Ar 
or Kr, for example in an amount of 0.5 to 5 at%. 



The first metal layer and the second metal layer may comprise any 
element or combination of elements of group IVB, group VB or group 
VI B. In preferred embodiments the first and/or the second metal layer 
comprise Ti or Cr. 

The first metal layer and the second metal layer preferably have a 
thickness ranging between 0.001 and 1 pm, for example between 0.001 
and 0.1 pm, such as 0.05 pm. 

The nitride layer may comprises at least one nitride of an element of 
group IVB, group VB or group VIB. In a preferred embodiment, the 
nitride layer comprises TiN or CrN. 



The nitride layer is giving the layered coating in combination with the 
hard carbon coating the required mechanical properties. 
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The thickness of the nitride layer is preferably between 0 and 5 pm. 
More preferably, the nitride layer has a thickness between 0.001 and 1 
pm, for example 0.75 or 1 pm. 

S The transition layer deposited on the second metal layer comprises at 

least one carbide of an element of group IVB, group VB or group VIB. 
The transition layer comprises preferably TixCy or CrxCy. The transition 
layer comprises for example stoichiometric TiC or CraCa. However, the 
transition layer may also comprise non-stolchiometric TixCy or CrxCy. 
10 Preferably, the transition layer shows a gradient, whereby the cartx)n 

content is increasing and the metal content is decreasing from the side 
of the transition layer in contact with the second metal layer towards the 
side of the transition layer in contact with the hard carbon coating. 

15 The thickness of the carbide layer is preferably between 0.001 and 1 

pm, for example 0.1 pm. 



The layered coating according to the present advantage combines the 
characteristics of having a good adhesion to the substrate and having a 
20 high hardness. 

The adhesion of the layered coating according to the invention, 
expressed by means of the Rockwell C indentation test is better than 
HF2 and more preferably equal to HF1 (VDI 3198 norm). 
25 The critical load to obtain delamination in a scratch test (European 

Standard suggestion prEN 1071-3) is higher than 35 N and more 
preferably higher than 50 N. 

The hardness of the layered coating according to the invention is higher 
30 than 10 GPa. In a preferred embodiment a hardness of at least 20 GPa 

has been reached. The hardness can be influenced by the choice of the 
top layer of the layered coating. 
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The substrate to be coated may comprise any substrate, either flexible 
or rigid. Examples of sut>strates comprise steel substrates, hard metal 
cermets, silicon substrates, aluminium or aluminium alloy substrates, 
titanium or titanium alloy substrates, copper or copper alloy substrates, 
ceramics or glass substrates. 



The layered coating according to the present invention can be used in a 
great number of applications. The composition of the DLC coating can be 
10 adjusted specifically to meet preset requirements such as low friction, high 

hardness, high abrasion and wear resistance, high corrosion resistance 
and non-sticking properties. 

The layered coating according to the present invention can for example be 
used to coat all kinds of mouldings means, medical implants, automotive 
1 S powertrain components, textile components, . . . 

Description of the preferred embodiments of the invention. 
To evaluate the influence of the first metal layer, two samples are 
compared. 

20 In a first sample a TiN layer Is deposited directly on the substrate; in a 

second sample a Ti layer (0.010 pm) is deposited on the substrate and a 
TiN layer is deposited on the Ti layer. 

In the first sample, the TiN layer delaminates immediately after removal 
from the substrate holder. Delamination was most dramatic at the edges 
25 of the sample. At these edges the ion bombardment during growth is 

more intense due to edge field effects. This can result in higher stresses 
in the coating which can cause the coating to delaminate more easily. 
Both indentation test (HF6) and scratch test (critical load =^ 16 N) confirm 
the poor adhesion. 

30 The second sample shows good adhesion, confirmed both by the 

Indentation test (HF1) and the scratch test (critical load > 30 N). In one 
embodiment a scratch test showed a critical load higher than 47 N. 
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In order to check the need of a transition layer before the deposition of a 
hard carbon layer, such as a DLC layer, DLC was deposited directly on 
the TiN layer (0.01 pm Ti / 0.6 pm TiN / 1 .3 pm DLC). 
Delamination of the DLC from the TiN could be observed. This poor 
5 adhesion was confirmed by a very bad indentation result and a low 

critical load value (28 N) in the scratch tests. 
This result proves that the transition between the TiN and the DLC 
coating Is critical and that a kind of transition layer Is necessary. 
Three different samples were compared : 
10 1) a layered coating comprising 

0.1 pm Ti / 0.6 pm TiN / 0.6 pm TiC / 1 .3 pm DLC; 

2) a layered coating comprising 

0.1 pm Ti / 0.6 pm TiN / 0.3 pm TiNC / 1.3 pm DLC; 

3) a layered coating comprising 

1 5 0.01 pm TI / 0.75 pm TiN / 0,01 pm Ti / 0. 1 pm TiC / 1 .3 pm DLC. 

The first and second sample show a poor adhesion, whereas the third 
sample shows a good adhesion. The good adhesion of the thinj sample 
is confirmed by indentation tests (HF1) and scratch test (critical load > 
20 40 N) 

In another example the layered coating comprises an Intermediate 
coating comprising ; 

- a first Cr layer; 
25 - a CrN layer; 

- a second Cr layer: 

- a CrxCy layer, such as a CraCa layer. 
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CLAIMS 

1 . A substrate covered at least partially with a layered coating, said 
layered coating comprising an intermediate coating and a hard 
5 carbon coating, characterised in that said intermediate coating 

comprises 

a first metal layer deposited on the substrate, said first metal 
layer comprising at least one element of group IVB. group 
VB or group VIB; 

10 - a nitride layer deposited on said first metal layer, said nitride 

layer comprising at least one nitride of an element of group 
IVB. group VB or group VIB; 

a second metal layer deposited on said nitride layer, said 
second metal layer comprising at least one element of group 
1 5 IVB, group VB or group VIB; 

a transition layer deposited on said second metal layer, said 
transition layer comprising at least one carbide of an element 
of group IVB. group VB or group VIB. 

20 2. A substrate according to claim 1 , whereby said hard carbon 

coating comprises a diamond-like carbon (DLC) coating. 

3. A substrate according to claimi , whereby said hard carbon 
coating comprises a diamond-like nanocomposite (DLN) coating. 

25 

4. A substrate according to claim 1, whereby said hard carbon 
coating comprises a layered structure of diamond-like carbon 
(DLC) and diamond-like nanocomposite (DLN) coatings. 

30 5. A substrate according to any one of the preceding daims, 

whereby said hard carbon coating is doped with a transition 
metal and/or with an inert gas. 
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A substrate according to any one of the preceding daims. 
whereby said first metal layer comprises Ti or Cr. 

A substrate according to any one of the preceding daims, 
whereby said nitride layer comprises TiN or CrN. 

A substrate according to any one of the preceding daims, 
whereby said second metal layer comprises Ti or Cr. 

A substrate according to any one of the preceding daims, 
whereby said transition layer comprises TixCy or CrxCy. 

A substrate according to any one of the preceding claims, 
whereby said first metal layer and said second metal layer have 
a thickness between 0.001 and 1 pm. 

A substrate according to any one of the preceding daims, 
whereby said nitride layer has a thickness between 0 and 5 pm. 

A substrate according to any one of the preceding daims, 
whereby said transition layer has a thickness between 0.001 and 
1 pm. 

A substrate according to any one of the preceding daims. 
whereby the adhesion of said layered coating expressed by 
means of the Rockwell C test is better than HF2. 

A substrate according to any one of the preceding claims, 
whereby the adhesion of said layered coating expressed by 
means of the critical load to obtain delamination is higher than 35 
N. 

A substrate according to any one of the preceding daims, 
whereby said layered coating has a hardness of at least 10 GPa. 
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